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SCALE 
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DART AEROSPACE 
LTD 
HAWKESBURY, 
ONTARIO, 
CANADA 


DRAWING 
NO. 
03254 


TITLE 


SIDE 
(DUAL 
BATIERY 
RACK) 


04.04.06 
NEW ISSUE 


DRAWN BY 
"KT 


APPRO~ 


04.04.06 


A 


DESI~ 


CHECKED or} 


DATE 


3.75 to 


5.500 
(2.750 
PITCH) 


1.653 


RO.50 
(TYP) 


8.00 


R 


', 
EE L 
o_E:8~~EJE 
D.o. 
.:JL+'-'li. .,,\.(: 
~ 
. 
----~.~ 
•..,•..•.- 


0.953 


RO.12 


~: 


20.10 


2.17 


1.82 


11.77 


9.90 


RO.30 
(TYP) 


17.038 --------.6 
CJ 


~1.500 
.-/' 
10.81 
- 
(2 
PLS) 
~0.098 
• 
(15 
PLS) 


13.750 


4' 
125 
!r6(2'750 
PITCH) 
1.375 
~ ..0 ~Q8° 
~ 
•r(18 
PLS) 


11.000 
i 
(HOLES 
TO COINCIDE 
5 
WITH HOLES 
IN 
D3248-1 
FOR 
D3254-1 
ONLY) 


22.946 


18.200 
(1.300 
21.056 
PITCH) 


19.000 


1.003 
(TYP) 


19.75 


I 
0.81 
t-- (REF) 


oo 
o 


000 


o 


11\'CONTRr 
. "':Q C 
I: 


, ~JJECT T 
D325'4:!1.Fd!11 
\"ITHe 
" '.:8E 
M2024T3S.063) 


4.3 


INSTALL 
D3248-1 
USING 
MS20470M-5 
RIVETS 


jRO.lr 


22.29 
(REF)---------J 
0.810 
]- 


03254-1/-2 
RAT PATTERN 


D3254-1 
BEND DETAIL (SHOWN) 
03254-2 
OPPOSITE 


f. 


NOTES: 
1) 
MATERIAL: 
2024-T3 
(aa-A-250/4) 
0.063 
THICK 
(REF. 
DART SPEC. 
2) 
FINISH: 
CHEMICAL 
CONVERSION 
COAT PER 
DART aSI 
005 
4.1 
POWDER COAT BLACK 
SANDTEX 
(4.3.5.7) 
PER 
DART aSI 
005 


5 


34~TOLERANCES 
ARE 
PER 
DART aSI 
018 
UNLESS 
OTHERWISE NOTED 
ALL 
DIMENSIONS 
ARE 
IN 
INCHES 
BREAK 
ALL 
SHARP 
EDGES 0.005 
TO 0.010 
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CERTIFICATION 


"Pe<:hiney Rolled 
Products, 
hereby 
certifies 
that metal 
shipped 
under this order has been inspected 
and found 
in 
conformance 
with the requirements 
of the applicable 
specifications 
as indicated 
herein. 
Any warranty 
is limited 
10 that shown 
on 
Pechiney 
Rolled 
Products' 
standard 
General Terms 
and Conditions 
of Sales. 
Test reports 
are on 


file, subject to examination." 


PECHINEY 
ROLLED 
PRODUCTS 


RAVENSWOOD, 
WV 26164 


CERTIFIED TEST REPORT- 


PECHINEY ROLLED PRODUqS 


98'124 


ALASKAN 
COPPER 
& BRASS 
P.O. 
BOX 
3546 
SEATTLE 
WA 


052-880417 


LENGTH 
.00 


T86002 
4330 


PECHINEY 
ORDER 
NO. 


TEMPER 
H32 


ALASKAN 
COPPER 
& BRASS 
4700 
COLORADO 
AVENUE 
SEAToTLE 
WA 


98124 


PE~HINEY>-~ 
RO-LLED 
PRODUCTS 


RAVENSWOOD 
DISTRIBUTOR 
SPEC 
COIL 
NON 
HT 
MILL 


CUSTOMER 
SPECIFICATION 
AM 5-Q Q - A- 
0/8 


16497 


AUOY 
5052 


ITEM 
ORDEACD 


ALASKAN 


CUSTOMER 
PURCHASE 
ORDER 
NO. & ITEM 


PART 
NUMBER 


WEIGHT 
SHIPPED 
13,345 


NO. 
OF PIECES 
1 


GOVT. CONTRACT 
NO. 


DATE SHIPPED 
04-09-03 


MARK 
Eo PARSONS-LABORATORY 
SUPERVISOR 


LOT 
TEST 
NO. 
OF 
UL TIMATC 
STflENGTH 
K.S.I. 
YIELD 
STRENGTH 
K.S.I. 
ELONGATION 
% 


NUMBER 
CllRECTION 
TESTS 
MIN. 
MAX. 
MIN. 
MAX. 
MIN. 
MAX. 
MIN 
MAX 


ACTl AL CHEM 
CAL 
COMF OSITION 


449461 
51=( .10 FE=0.27 
CU=0.07 
MN=O.05 
MG= 
2.4 
CR=O.IB 
ZN=O.02 


OTHE R5-E ACH: 
.O! 
MAX. 
(THERS 
T( TAL: 
•15 
MAX . A~ 
REMAIN PER 


,.....-' 
. 


, 


.SILICON 
IRON 
COPPER 
MANGANESE 
MAGNESIUM 
CHROMIUM 
ZINC 
TITANIUM 
OTHERS 


C 
ALLOY 
EACH 
TorAl 


H 
MIN. 
MAX. 
MIN. 
MAX. 
MIN. 
MAX. 
MIN. 
MAX. 
MIN. 
MAX. 
MIN, 
MAX. 
MIN. 
MAX. 
MIN. 
MAX. 
MAX 
MAX. 


SEE 
ACn 
AL (HEM] CAL COMF OSI1 ION 
- 
C 
i 
0 
M 
P 
ALUMINUM 
REMAINDER 


P-86Q-155D 
(1102) 
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MARK E. PAASONS-lA8OAATORY SUPERVISOR 


CERTIFIED 
TEST REPORT 


PECHINEY 
ROLLED 
PRODUCTS 


ALASKAN 
COPPER 
& BRASS 
P.O. 
BOX 
3546 
SEATTLE 
WA 


98124 


CERTIFICATION 


.Pechiney 
Rolled 
Products, 
hereby 
certifies 
that metal 
shipped 
under this order has been inspected 
and found in 
• 0 0 0 conformance 
with the requirements 
of the applicable 
specifications 
as indicated 
herein. 
Any warranty 
is limited 
to that shown 
on Pechiriey 
Rolled 
Products' 
standard 
General 
Terms 
and Conditions 
of Sales. 
Test reports are on 
file, subject to examination: 


PECHINEY 
ROLLED PRODUCTS 


RAVENSWOOD, 
WV 26164 


LENGTH 


DATE SHIPPED 
04-09-03 


052-880417 
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GOVT. CONTRACT NO. 


T86002 4330 


PECHINEY ORDER NO. 


~ 
98124 


ALASKAN 
COPPER 
& BRASS 
4700 
COLORADO 
AVENUE 
SEATTLE 
WA 


ALASKAN 


~ 


CUSTOMER PURCHASEORDER NO. & ITEM 
16497 


ALLOY 
TEMPER 
.J 
5052 
H32 


ITEM ORDERED 


CUSTOMER SPECIFICATION 


PART NUMBER 


WEIGHT SHIPPED 
NO. OF PIECES 
13,345 
1 


LOT 
TEST 
NO. OF 
NUMBER 
DiRECTION 
TESTS 
449461 
L 
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UlTIMATE STRENGTH I<.S.I. 


MIN. 
MAX. 
33.8 
33.8 


YIELD STRENGTH 1<.5.1. 


MIN. 
MAX. 
27.627.6 


ELONGATION % 


MIN. 
MAX. 
9.~ 
10.9 
MIN 
.0 
MAX 
.0 


--ALSO 
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ASTH 
B" 09 


C 
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AllOY 
51UCON 


MIN. 
MAX. 


iRON 


MIN. 
MAX. 


COPPER 


MIN. 
MAX. 


MANGANESE 
MAGNESIUM 


MIN. 
MAX. 
M'N. 
MAX. 


CHROMILJ.A 


MIN. 
MAX. 


ZINC 


MIN. 
MAX. 


TITANIUM 
OTHERS 


MIN. 
MAX. 
~fxH TSrf 


~.-/ 
C 
o 
M 
P 


SEE 
ACTl 
AL 
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COMF osr ION 
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ALUMINUM REMAINDER 


P.860-1S5D 
(1102) 


